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(57) Abstract 

An organometallic compound suitable for use as a catalyst for the preparation of an ester comprises the reaction product of an orthoestcr 
or condensed oiftoester of titanium, zirconium or ahiminium, an alcohol contahung at least two hydroxyl groups, an organophosphonis 
compound containing at least one P-OH group and a base. A process for the pn^aration of an ester comprises canying out an cstcrification 
reaction m Ae presence of the catalyst In a further embodiment the organometallic conqwund suitable for use as a catalyst in an esterification 
process comprises die reaction product of, in addition, a 2-hydroxy caiboxylic acid. 
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ESTERIFtCATIQM CATAt 
The invention concerns esterification catalysts and in particular 
esterification catalysts which comprise novel organotitanium. organozlrconium or 
organoaluminium compounds. 
5 Organotitanium compounds and, in particular, titanium alkoxfdes or 

orthoestere are known as catalysts for esterification processes. During the 
esterification. these compounds are frequently converted to insoluble 
compounds of titanium which result in a hazy product. The presence of a haze 
is a particular disadvantage In polyesters which have a high viscosity and/or high 
10 melting point and are therefore difficult to filter. Furthennore, many 
organotitanium compounds which are effective catalysts in the manufacture of 
polyesters such as polyethylene terephthalate are known to produce 
unacceptable yellowing in the final polymer. Our co-pending application, 
published as GB 2 314 081 relates to an esterification process in which these 
1 5 problems are partially solved but there is still a need for a catalyst which Induces 
little or no yellowing in a polyester produced using the catalyst. 

It is an object of the present invention to provWe an improved catalyst for 
a process for preparing esters. 

Acconjing to the invention, an organometallic compound suitable for use 
20 as a catalyst for the preparation of an ester comprises the reaction product of an 
orthoester or condensed orthoester of titanium, zirconium or aluminium, an 
alcohol containing at least two hydroxyl groups, an organophosphorus 
compound containing at least one P-OH group and a base. 

Also according to the Invention, a process for the preparation of an ester 
25 comprises carrying out an esterification reaction in the presence of a catalyst 
comprising the reactfon product of an orthoester or condensed orthoester of 
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titanium, zirconium or aluminium, an alcohol containing at least two hydroxy! 
groups, an organophosphorus compound containing at least one P-OH group 
and a base. 

In a further embodiment the organometallic compound suitable for use. 
5 as a catalyst in an esterification process comprises the reaction product of an 
orthoester or condensed orthoester of titanium, zirconium or aluminium, an 
alcohol containing at least two hydro)yl groups, an oi^anophosphorus 
compound containing at least one P-OH group, a base and a 2-hydroxy 
cart)oxytlc acid. 

10 The organometallic compound of the invention is the reaction product of 

a titanium, zirconium or aluminium orthoester or condensed orthoester, an 
alcohol containing at least two hydroxyl groups, an organophosphorus 
compound containing at least one P-OH group and a base. Preferably, the 
orthoester has the fomnula M{ORl or Ad{OR)^ where M is titanium or zirconium 

15 and R is an alkyi group. More preferably R contains 1 to 6 cart)on atoms and 
particularly suitable orthoesters include tetraisopropoxy titanium, tetra-n-butoxy 
titanium, tetra-n-propoxy zirconium, t*a-n-butoxy zirconium and 
tetra-lso-butoxy aluminium. 

The condensed orthoesters suitable for preparing the compounds of this 

20 invention are typically prepared by careful hydrolysis of titanium, zirconium or 
aluminium orthoesters. Titanium or zirconium condensed orthoesters are 
frequenfly represented by ttie fomaula 

R'0[M(0R^)20]„R^ 

In which R^ represents an alkyI group and M represents titanium or zirconium. 
25 Preferably, n is less ttian 20 and more preferably is less ttian 10. Preferably, W 
contains 1 to 12 carbon atoms, more preferably, contains 1 to 6 carbon atoms 
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and useful condensed orthoesters include the compounds known as polybutyt 
titanate, polyisopropyl titanate and polybutyl zirconate. 

Preferably, the alcohol containing at least two hydroxyl groups is a 
dihydiic alcohol and can t)e a 1 ^-diol such as 1 ,2-ethanediol or 1 ^-propanediol, 
5 a 1,3-diol such as 1 ,3-propanedlol. a 1,4-diol such as 1,44)utanedbl, a did 
containing non-terminal hydroxyl groups such as 2-methyl-2.4-pentanediol or a 
dihydric alcohol containing a longer chain such as diethytene glycol or a 
polyethylene glycol. Preferred dihydric alcohols are 1,2-ethanedlol and 
diethylene glycol. The organometallic compound can also t>e prepared from a 

10 polyhydric alcohol such as glycerol, trimethyldpropane or pentaerythritol. 

Preferably, the organometallic compound useful as a catalyst is prepared 
by reacting a dihydric alcohol with an orthoester or condensed orthoester in a 
ratio of from 1 to 1 6 moles of dihydric alcohol to each mole of titanium, zircontum 
or aluminium. More preferably, the reaction product contains 2 to 12 moles of 

15 dihydric alcohol per mole of titanium, zirconium or aluminium and most 
preferably 4 to 8 moles dihydric alcohol per wo\e of titanium, zirconium or 
aluminium. 

The organophosphorus compound which contains at least one P-OH 
group can be selected from a number of organophosphorus compounds 
20 including phosphates, pyrophosphates, phosphonates, phosphinates and 
phosphites. 

Preferably, the organophosphorus compound Is a substituted or 
unsubstituted alkyi phosphate, a substituted or unsubstituted aryt phosphate or a 
phosphate of an alkylaryl glycol ether or an alkyl glycol ether. Prefemed 
25 compounds include monoalkyl acki phosphates and diaikyi add phosphates and 
mixtures of these. Particulariy convenient organophosphorus compounds are the 
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compounds commercially available as alkyi add phosphates and containing, 
principally, a mixture of mono- and di-alkyi phosphate esters. When an alk^ 
phosphate is used, the organic group preferably contains up to 20 carbon atoms, 
more preferably up to 8 carbon atoms and, most preferably, up to 6 cartxjn 
5 atoms. When alkylaiyl or alkyI glycol ether phosphates are used the carbon 
chain length is preferably up to 18 carbon atoms and. more preferably. 6 to 12 
carbon atoms. Partlculariy preferred organophosphorus compounds include 
butyl acid phosphate, polyethylene glycol phosphates and aryl polyethylene 
glycol phosphates. 

10 The amount of organophosphorus compound present in the reactton 

product of the Invention is usually In the range 0.1 to 4.0 mole of phosphorus to 
1 mole of metal (titanhjm, zirconium or aluminium), preferably in the range 0.1 to 
2.0 mole phosphorus to 1 mole metal and most preferably in the range 0.1 to 1.0 
mole phosphorus to 1 mole metal. 

15 A base is also used in preparing the reaction product of the Invention. 

The base is generally an inorganic base and suitable bases include sodium 
hydroxide, potassium hydroxide and ammonium hydroxWe. but organic bases 
such as tetrabutyl ammonium hydroxWe or choline hydroxide [trimethyl- 
(2-hydroxyethyl)ammonium hydroxide] can also be used. Usually, the amount of 

20 base used is in the range 0.1 to 4.0 mole base per mole of metal (titanium, 
zirconium or aluminium). The prefen^ed amount is in the range 0.1 to 2.0 mole 
base per mole of metal and. frequently, the amount of base present is in the 
range 0.1 to 1 .0 mole base per mole of titanium, zirconium or aluminium. 

When 2-hydroxy carboxylic acids are used to prepare the products of the 

25 invention, preferred ackJs used include lactic acW. citric ackj. malic acid and 
tartaric acid. Some suitable adds are supplied as hydrates or as aqueous 
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mixtures and can be_used In this form. When a 2-hydroxy add is present the 
preferred molar ratio of add to titanium, zirconium or aluminium in the reaction 
product is 0.5 to 4 moles per mole of titanium, zirconium or aluminium. More 
preferably the catalyst contains 1.0 to 3.5 mdes of 2-hydroxy acid per mole of 
5 titanium, zirconium or aluminium. 

The organometallic compound can t>e prepared by mixing the 
components (orthoester or condensed orthoester. alcohol containing at least two 
hydroxyl groups, organophosphonjs compound and base) with removal, if 
desired, of any by-product, (e.g. isopropyl alcohol when the orthoester is 

10 tetraisopropoxytitanlum), at any appropriate stage. In one prefen^d method the 
orthoester or condensed orthoester and a dihydric alcohol are mbced and, 
subsequently, a base is added, followed by the organophosphorus compound. 
When a 2-hydroxy carboxylic acid is also present in the reaction product, this is 
usually added to the orthoester or condensed orthoester before the 

15 orpanophosphorus compound is added. Alternatively, all or part of the 2-hydroxy 
carboxylic acid can be neutralised with the base and the resulting salt added to 
the other components of the reaction mixture, including, ff desired, a further 
portion of the base. 

The esterification reaction of the process of the invention can be any 

20 reaction by which an ester is produced. The reaction may be (1) a direct 
esterification in which a carboxylic acid or its anhydride and an alcohol react to 
fomi an ester or (ii) a transesterification (alooholysis) in which a first alcohol 
reacts with a first ester to produce an ester of the first alcohol and a second 
alcohol produced by cleavage of the first ester or (ifi) a transesterifteation 

25 reaction in which two esters are reacted to form two different esters by exchange 
of alkoxy radjicals. Direct esterification or transesterification can be used in the 
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production of polymeric esters and a preferred process of the invention 
comprises a polyesterification process. Many cartwxylic acids and anhydrides 
can be used in direct esterification including saturated and unsaturated 
monocartxMcylic acids and anhydrides of such acids such as stearic acid, 
5 isostearic acid, capric acid, caproic acid, palmitic acid, oleic acid, palmitoleic 
acid, triacontanoic acid, t)en2oic acid, methyl benzDic acid, salicylk: acid and 
rosm adds such as abletic add, dicart)oxyllc adds such as phthalic add, 
isophthalfc add, terephthalfe acid, sebadc add, adipic add, azelaic add, 
succinic add, fumaric acid, mdleic add, naphthalene dicarl)oxylic acid and 

10 pamoic acid and anhydrides of these acids and polycarboxylic acids such as 
trimeiiitic add, citric acid, trimesic add, pyromeBitic add and anhydrides of these 
adds. Alcohols frequently used for direct esterification indude aliphatic straight 
chain and branched monohydric alcohols such as butyl, pentyl, he)^, octyi and 
stearyl alcohols, dihydric alcohols such as 1,2-ethanedid. 1,3-propanediol, 

15 1,44)Utanediol and 1.6-hexanediol and polyhydric alcohols such as glycerol and 
pentaerythritoL A preferred process of the invention comprises reacting 
2-ethylhexanol with phthalic anhydride to form bis(2-ethylhexyl)phtha!ate. 

The esters employed in an alcohdysis reaction are generally the lower 
homdogues such as methyl, ethyl and propyl esters since, during the 

20 esterification reaction, It is usual to eliminate the displaced alcohol by distillation. 
These lower homdogue esters of the acids suitable for direct esterification are 
suitable for use in the transesterificatlon process according to the Invention. 
Frequently (meth)acrylate esters of longer chain alcohols are produced by 
aiooholysis of esters such as methyl acrylate, methyl methacrylate. ethyl acrylate 

25 and ethyl methacrylate. Typical alcohols used in alcoholysis reactions bidude 
butyl, hexyl, n-octyl and 2-ethyl hexyl alcohols and substituted alcohols such as 
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dimelhylaminoethanot. 

When the esterification reaction is a tiansesterification between two 
esters, generally the esters will be selected so as to produce a volatile product 
ester which can be removed by distillation. 
5 As mentioned hereinb^ore. polymeric esters can be produced by 

processes involving direct esterification or transesterification and a particulariy 
preferred embodiment of the esterification process of the invention is a 
polyesterification reaction in the presence of the catalyst described hereinbefore. 
In a polyesterification reaction polybasic acids or esters of polybasic acids are 
10 usually reacted with polyhydric ajcohois to produce a polymeric ester. Unear 
polyesters are often produced from dibasic acids such as those mentioned 
hereinbefore or esters of said dibasic acids and dihydric alcohols. Prefened 
polyesterification reactions according to the invention include the reactton of 
terephthalic acid or dimethyl terephthalate with l^^thanediol (ethylene glycol) 
15 to produce polyethylene terephthalate or with 1,4-butanediol (butylene glycol) to 
produce polybutylene terephthalate or reaction of naphthalene dicarboxylic acid 
with 1,2-efhanediol to produce polyethylene naphthalenate. Other glycols such 
as 1.3-propanediol, 1.6-hexanedlol and polyhydric alcohols such as glycerol, 
trimethylolpropane and pentaeiythritol are also suitable for preparing polyesters. 
20 The esterification reaction of the invention can be cairied out using any 

appropriate. l<nown technique for an esterificatton reaction. 

A typical process for the preparation of polyethylene terephthalate 
comprises two steges. In the first stage terephthalic acid or dimethyl 
terephthalate is reacted with 1,2-ethanediol to ibrni a prepolymer and the 
25 by-product water or methanol is removed. The prepolymer is subsequently 
heated in a . second stege to remove 1.2-elhanediol and fbrni a long chain 
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polymer. Either or both , these stages may comprise an esterification process 
according to this Invention. 

In direct esterification the acid or anhydride and an excess of alcohol are 
typically heated, if necessary in a solvent, in the presence of the catalyst. Water 
5 is a by-product of the reaction and this is removed, as an azeotrope with a 
boUing mixture of solvent and/or alcohol. GeneraOy. the solvent and/or alcohol 
mixture which is condensed Is Immiscible with water which is therefore 
separated before solvent and/or alcohol are returned to the reaction vessel. 
When reaction is complete the excess alcohol and, when used, solvent are 

1 0 evaporated. In view of the fact that the catalysts of the invention do not normally 
forni Insoluble species, it is not generally necessary to remove them from the 
reaction mixture, as Is frequently necessary with conventional catalysts. A typical 
direct esterification reaction is the preparation of bis(2-ethylhexyl) phthalate 
which Is prepared by mixing phthalic anhydride and 2-ethyl hexanol. An initial 

15 reaction to fomn a monoester is fast but the subsequent conversion of the 
monoester to diester is canied out by refluxing in the presence of the catalyst at 
a temperature of 180.200X until all the water has been removed. Subsequently 
the excess alcohol Is renrx>ved. 

In an alcoholysis reaction, the ester, first alcohol and catalyst are mixed 

20 and. generally, the product alcohol (second alcohol) Is removed by distillation 
often as an azeotrope with the ester. Frequently it necessary to fractionate 
the vapour mixture produced from the alcoholysis In order to ensure that the 
second alcohol is separated effectively without significant loss of product ester 
or first alcohol. The conditions under which alcoholysis reactions are carried out 

25 depend principally upon the components of the reactfon and generally 
components are heated to the boiling point of the mixture used. 
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A preferred process of the invention is the preparBtion of polyethylene 
terephthalate. A typical batch production of polyethylene terephthalate is carried 
out by charging terephlhalic add and ethylene glycol to a reactor along with 
catalyst if desired and heating the contents to 260 - 270»C under a pressure of 
5 about 0.3 MPa. Reaction commences as the acid dissolves at about 230X and 
water is removed, "me product is transferred to a second autoclave reactor and 
catalyst is added, if needed. The reactor is heated to 285 - 310"C under an 
eventual vacuum of 100 Pa to remove ethylene glycol by-product. The molten 
product ester is discharged from the reactor, cooled and chipped. The chipped 
10 polyester may be then subjected to solid state polymerisation, If appropriate. 

The amount of catalyst used in the esterificatlon process of the invention 
generally depends upon the titanium, zirconium or aluminium content, expressed 
as Ti, Zr or Al, of the catalyst Usually the amount is fiom 30 to 1000 parts per 
million (ppm) of metal on weight of product ester lior direct or transesterification 
15 reacBons. Preferably, the amount is from 30 to 450 ppm of metal on weight of 
product ester and more preferably 50 to 450 ppm of metal on weight of product 
ester. In polyesterification reactions the amount used b generally expressed as 
a proportion of the weight of product polyester and usually from 5 to 500 ppm 
expressed as Ti. Zr or Al based on product polyester. Preferably the amount is 
20 from 5 to 1 00 ppm expressed as Ti, Zr or Al based on product polyester. 

The products of this invention have been shown to be effective catalysts 
for producing esters and polyesters at an economical rate without leading to 
haze in the final product and with a reduced amount of yellowing of polyesters in 
comparison to laiown catalysts. They have also been shown to be stable against 
25 precipitation from polyester products when aqueous base or phosphoric add is 
added to such products. 
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The invention js iliustreited by the following examples. 

Preparation of Comnnnnds for Cataly sts 

EXAMPLE 1 

Ethylene glycol (496.0 g. 8.00 moles) was added from a dropping funnel 
5 to starred titanium n-buloxide (340 g. 1.00 mole) In a 1 litre fishbowl flask fitted 
with stirrer, condenser and themwm^. An aqueous solution of sodium 
hydroxide, containing 32% NaOH by weight. (125 g. 1.00 mole) was added to 
the reaction Hask skwiy with mixing to yteld a dear pale yellow liqukl. To this 
liquid was then added a polyethylene glycol phosphate having a cait)on chabi 
10 length of 12 cartjon atoms and available commercially under the trade name 
Knapsack 194. (215.8 g. 0.55 mde of phosphoms) and the resulting mixture 
was stirred for 1 hour to produce a pale yeltow liquid with a Ti content of 4.07% 
by weight. 

EXAMPLE g 

15 The method of Example 1 was repeated with the difference that 0.28 

mole based on phosphoms (107.9 g) Knapsack 194 was added. The product 
was a pale yelk)w liquid wittj a Ti content of 4.49% by weight. 

EXAMPLES 

The method of Example 1 was repeated but 0.50 mole, based on 
20 phosphoms (91.0 g) commercial butyl acid phosphate (mbdure of mono- and 
di-butyl acid phosphates) was used in place of the Knapsack 194. The product 
was a pale yellow liquid with a Ti content of 4.56% by weight. 
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EXAMPLES 

The method of Example 3 was repeated except that the amount of butyi 
acid phosphate used was 1.00 mole based on phosphoms (182.0 g). The 
product was a pale yellow liquid with a Ti content of 420% by weight. 
5 EXAMPUg^ 

The method of Example 1 was repeated but 0.64 mole based on 
phosphorus (431 .6g) of an aryl polyethylene glycol phosphate, sold 
commercially under the trade name Knapsack 123 was used In place of the 
Knapsack 194. The product was a pale yellow liquid with a Ti content of 3.45% 
10 by weight. 
EXAMPLE ft 

The method of Example 5 was repeated except that the amount of 
Knapsack 123 used was 0.32 mole based on phosphorus (216.8 g). The product 
was a pate yellow liquid with a Ti content of 4.08% by weight 
15£2SAMei£2 

Ethylene glycol (248.0 g. 4.0 moles) was added dropwise to stln^d 
titanium isopropoxide (142 g. 0.5 moles) in a 1 litre fishbowl flask fitted with a 
stiTer, thermometer and condenser. Aqueous potassium lactate (60% by weight. 
213.5 g. 1 .0 mole) was added from a dropping funnel to the clear solution which 
20 was then heated to 65^ C under vacuum and volatile solvents were removed to 
yield a dear, pale yellow liquid. A portion (82.19 g. 0.1 mole Ti) was weighed into 
a 250 ml conical flask and commercial butyl acM phosphate (9,1 g. 0.05 moles 
based on phosphorus) was added from a dropping funnel with stirring. The final 
product was a clear, pale yellow liquid (Ti content 5.26% by weight). 
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EXAMPLgH 

Ethylene glycol (49.6 g. 0.8 moles) was added by dropping funnel to 
stimed titanium n-butoxide (34.0 g. 0.1 mole) In a 250 ml conical flask. An 
aqueous solution of sodium hydroxide containing 32% NaOH by weight (12.5 g. 
50.1 mole) was added followed by a polyethylene glycol phosphate having a 
carton chain length of 12 and avaUable commercially under the trade name 
Knapsack 122 (32.3 g, 0.05 moles based on phosphoms). The resulting product 
was a white solid having a Ti content of 3.74% by weight 

EXAMPLF <> 

10 Ethylene glycol (49.6 g. 0.8 mole) was added by dropping funnel to 
stined titanium n4>uloxide (34.0 g. 0.1 mole) In a 250 ml conical flask. An 
aqueous solution of sodium hydroxMe containing 32% NaOH by weight (12.5 g. 
0.1 mde) was added fbltowed by dibutyl phosphate (10.5 g. 0.05 mole). The 
resulting product was a hazy liquid having a measured Tl content of 4.56% by 

15 weight 

Monoethylene glycol (49.6 g. 0.8 mole) was added by dropping funnel to 
stirred condensed titanium alkoxide known as polybutyl titanate (Tilcom* PBT) 
(n content 20.0% by wt) (24.2 g. 0.10 moles Ti) in a 250 ml conical flask. An 
20 aqueous sdutton of sodium hydroxkle containing 32% NaOH by weight (12.5 g. 
0.1 mole) was added followed by a commercial butyl phosphate (9.1 g. 0.05mole 
based on phosphoms). The resulting product was a white solid having a TI 
content of 5.03% by weight 
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EXAMPLgil 

DIethylene glycol (848 g. 8.0 moles) was added by dropping funnel to 
stirred zirconium rH)ropoxide (Tilcom* NPZ) (445 g. 1 .0 mole Zr) m a 2 litre-flask. 
A portion of this solution (129.3 g. 0.1 moles Zr) was weighed Into a 250 ml 
5 conical flask and an aqueous solution containing 45% choline hydroxide by 
weight (13.45 g. 0.05 moles) was added fbUowed by a commercial butyl 
phosphate (9.1 g, 0.05 moles based on phosphoius). The resulting product was 
a dear yellow solution having a Zr content of 6.01% by weight. 
EXAMPLE 19 

10 Diethylene glycol (84.8 g. 0.8 mole) was added by dropping funnel to 

stirred aluminium sec-butaxMe (24.6 g. 0.1 mole) In a 250 ml conicai flask. An 
aqueous solution of sodium hydroxWe containing 32% NaOH by waght (12.5 g, 
0.1 mole) was added followed by a commercial butyl phosphate (9.1 g. 0.05mole 
based on phosphorus). The resulting product was a dear solid gel having an Al 

1 5 content of 2.06% by weight 
EXAMPlFia 

Ethylene glycol (24.8 g. 0.4 mole) was added by dropping funnel to 
stirred ttanium n-butoxide (34.0 g, 0.1 mole) in a 250 ml conical flask. An 
aqueous solution containing 45% by weight of choline hydroxide (26.93 g. 
20 0.1 mde) was added followed by a commercial butyl phosphate (182 g, 0.1 mole 
based on phosphorus). "The resulting product was a dear pale yeOow liquid 
having a Ti content of 4.62% by weight. 
EXAMPLgid 

Ethylene glycol (99.2 g, 1.6 mole) was added by dropping funnel to 
25 stirred titanium n<butoxkJe (68.1 g. 0.2 mde) in a 250 ml conical flask. An 
aqueous solution of sodium hydroxide containing 32% by weight MaOH (25.0 g. 
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0.2 mole) was added tollpwed by commeroial butyl phosphate (18.2 g. 0.1 mole). 
The resulting dear liquid product was transfeired to a 500 ml rotary evapoiata^r 
flask and solvents were removed under vacuum at 95" C to yield a hazy liquid 
having a Ti content of 10.54% by weight 



5 Esterfficatiftn 

EXAMPLPIS 

The products of Examples 1, 3. 5 and 7 were tested at a concentration of 
170 ppm Ti as catalysts for the preparation of bis(2-ethylhexyl phthalate). 
Titanium tetra-isopropoxide mOPi^^ was used as a comparative catalyst 

10 ■"'eaPPa'atus was a 1-litre, 4-necked round-bottomed flask fitted with a 

thennometer, rubber seal, a tube dipping below the surface of the reactanis and 
a Dean and Stark apparatus. The equipment was operated under reduced 
pressure using an oil vacuum pump connected to two water condensers fitted 
above the Dean and Static apparatus. The dip tube in the flask was connected 

15 to a supply of oxygen-free nitrogen. This provided a nitrogen bleed to akl the 
removal of water during the reaction. 

1.0 mole (148 9) phthalic anhydride was added to 2.42 moles (315 g) 
2-ethylhexanol. The mixture was heated to dissolve the phthalic anhydride and 
the nitrogen flow started. 

20 A weighed amount of catalyst was added to the reactton flask in a 
porcelain boat before heating the mixture, except for TI(OP04 whfch was added 
as a solution In 2-ethyIhexanol via the rubber seal with a syringe, below the 
surface of the reactants. The reaction mixture was heated to and maintained at 
a vigorous reflux at 200'C by suitabte adjustment of the heating rate and 

25 vacuum. The water produced was removed substantially as quickly as it was 
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formed and collected in the Dean and Stark apparatus. 

The progress of the reaction was followed by withdrawing samples at 
Intervals by means of a syringe fitted with a 30 cm needle ins^ed through the 
rut>ber seal. Each sample was added to a known wei^t (appmximately 100 g) 
5 of cold alcohol to quench the reaction, weighed and titrated against standard 
potassium hydroxkle solution in ethanol using bromophenol blue as indicator. 
The results were used to calculate the amount of unreacted haif-«ster present 

The reaction was continued for a total of 160 minutes. 

The results are given in Table 1 below: 
10 TABLE 1 



Catalyst 


Product 


Product 


% 




Colour^ 


Clarity 


Conversion 


TIW)4 


85 


Hazy 


99.95 


Example 1 


70 


Clear 


98.59 


Example 3 


60 


Gear 


96.43 


Example 5 


70 


Clear 


97.64 


Example? 


80 


Clear 


93.54 



^ Hazen units. Colour of final reaction mixture. 



EXAMPLE 16 

The products of Examples 3. 5 and 8 to 14 were tested at a 
concentration of 164 ppm Ti or Al or 340 ppm Zr based on reactants as catalysts 
16 for the preparation of monoethyieneglycol benzoate. Titanium isopropoxide 
rn{OPH)J and antimony oxide were used as comparative examples. 

The apparatus was a 1-litre« 4-necked round bottom flask fitted with 
thermometer, rubber seal, dip tube below the surface of reactants and Dean and 



I • 
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Stark apparatus. A glass column (30 cm) containing glass t>eads was attached 
between the reaction flasic and Dean and Stark apparatus. The equipment was 
operated under vacuum using an oil vacuum pump connected to a water 
condenser above the Dean and Stark apparatus. The dp tube was connected to 
5 a supply of oxygen-free nitrogen and provided a nitrogen bleed to aid the 
removal of water during the reactton. 

0.5 mole (61.06 g) benzoic add was added to 10 moles (620 g) 
monoethylene glycol. The excess of glycol was used to prevent benzoic acid 
sublimation and to minimise polycondensatlon reactions. The catalysts were 

10 added as solutions or suspensions In the monoethyleneglycol to ensure good 
dispersion. The mixture was heated to dissolve the benzoic acid and the 
nitrogen flow started. The temperature was raised to 180* C and aftor 5 minutes 
a slight vacuum was applied and the temperature raised to 200" C. Distillation of 
the water/monoethylene glycol commenced at about 150° C and the reactions 

15 were maintained at a vigorous reflux at 190 to igs'* C by suitable adjustment of 
heating rate and vacuum. The water produced was removed with 
monoethyleneglycol and collected via the Dean and Stark apparatus. 

Progress of the reaction was followed by withdrawing samples at 
intervals by means of a syringe fitted with a 30 cm needle inserted through the 

20 rubber seal. Each sample vras added to a known weight (approximately 100 g) 
of cold alcohol to quench the reaction, weighed and titrated against standard 
potassium hydroxide solution in ethanol using bromophenol blue as Indicator. 
The results of acid value (AV) were used to calculate the percentage conversion 
to benzoate ester. The reactions were each monitored for a total of 180 minutes. 

25 The results are given in Table 2 below. 
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Catalyst 


% Conversion 


Ester 




90 min. 


120 min. 


150 min 


IftA min 
lou iflin. 


Colour 


Sb oxide* 


46.09 


53.05 


61.05 


DO. lO 


pale yellow 


Ti(OPrO, 


70.63 


81.84 


99.67 




colourless 


Exan^ied 


92.83 


98.59 


99.39 




colourless 


Example 9 


96.60 


99.27 


99.62 


99.61 


colourless 


Example 10 


94.91 


97.42 


98.03 


98.52 


colourless 


Example 1 1 


45.93 


50.40 


50.97 


54.60 


white/doudy 


Example 12 


32,09 


38.50 


44.50 


50.44 


white/doudy 


Example 13 


97.61 


98.43 


99.78 


99.87 


colourless 


Example 14 


95.75 


98.27 


99.48 


99.66 


colourless 


Examples 


97.23 


97.54 


98.04 


99.60 


colourless 


Examples 


98.56 


99.01 


99.10 


99.78 


colourless 



• Amspec Select Antimony OxUe (3%wt^»t mono^hylene glycol) at 164 ppm Sb. 



After the reaction flask had cooled, a sample was removed for gas 
chromatographic (GC) analysis. It was found that different catalysts produced 
5 varying proportions of the products. The products formed were ethyleneglycol 
monobenzoate (EGMB). ethyleneglycol dibenzoate (EGDB). diethyleneglycol 
(DEG). diethyleneglycol monobenzoate PEGMB) and diethylene glycol 
dibenzoate (DEGDB). TTie proportions (by area % from GC) are reported in 
Tables. 
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TABLE 3 



Catalyst 


EGMB 


EGDB 


DEG 


DEGMB 


DE60B 


Sb oxide* 


6.67 


0.72 


0.48 


2.75 




■n(OPf^), 


1.71 


1726 


0.46 


0.47 


3.95 


Example 8 


1.93 


12.89 


ca0.04 


0.08 


0.71 


Examples 


1.94 


12.88 


ca 0.04 


0.24 


0.48 


Example 10 


1.98 


14.58 


ca0.08 


0.26 


0.30 


Example 11 


1.38 


3.93 


0.53 


0.45 


2.36 


Example 12* 


0.91 


4.01 


0.70 


0.41 


1.39 


Example 13' 


2.16 


15.62 


0.15 


0.27 


0.77 


Example 14 


1.79 


19.87 


ca0.07 


0.30 


0.91 


Examples 


3.02 


25.60 


0.28 


0.24 


1.28 


Example 3 


2.61 


19.10 


0.1 


0.21 


0.91 



* Amspec Select Antimony Oxide (3%wtM monoethylene glycol) at 164 ppm Sb. 



•Analysis of supernatant liquor. 

The results demonstrate that the catalysts of the Invention are effective 
5 for the esterificatlon reaction of benzoate esters and produce products with 
lower levels of DEG byi)roduct than antimony oxide or conventional titanium 
catalysts. 
EXAMPLE 17 

A pdycondensation reaction was can^ied out In a mechanically-stirred 
10 300 ml glass vessel fitted with side am and cold trap for collection of 
monoethyleneglycol. A themrx>statically controlled ceramic heating element was 
used to provide heat and an oO vacuum pump was connected to the cold trap. A 
nitrogen blanket was provided via a connection to the cold trap. 
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Polyethylene. terephthalate was prepared from 
(hydroxyethyl)terephthalate polymer precursors supplied by ICI Polyesters. Two 
samples were used; sample A was a short chain polymer containing 
approximately 4 ethylene terephthalate repeating units whilst sample B was 
5 technically pure bis(hydroxyethyl)terephthalate. Sample A also contained 
approximately 5 mol% add end groups. 

100 g of (hydro>y)terephthalate polymer precursor was placed in the 
reaction flask under a nitrogen flow, followed Ijy a dilute solution of catalyst (Ti 
added at 30 ppm) in monoethyleneglycol. This was heated with stirring to 250» C 
10 for 20-25 minutes at which point a stabiliser (phosphoric add, 100 ppm) and 
cobalt acetate tetrahydrate (250 ppm) were added, again as solutions in 
monoethyleneglycol. The nitrogen flow was stopped and vacuum applied 
steadily to 100 Pa. After 20-25 minutes the temperature was increased steadily 
from 250» C to 290" C. The power consumption of the electrical stirrer Increased 
15 with the viscosity of the polymer and the stirrer revolutions dropped. The 
revolutions were monrtored until a predetemnined value for the peripheral speed 
of Vne agitator tip (15km/h) was reached at whidi point Vne vacuum was broken 
with nitrogen and the molten polymer discharged and quenched into cold water. 
It was ttten dried for 10-14 hours at 50° C in a vacuum oven. 
20 The colour of flie polymer was measured using a Cdorgard System 

2000 Colorimeter. Common models to use for colour expresskm are Uie Hunter 
Lh. ah and bh or Cielab L*. a* and b* scales where the b-value in boUi describe 
yellowness. The yellowness of the polymer inaeases with b-value. 

The polymer mdecular weights were measured by Gel Permeation 
25 Chromatography (GPC). 

The results are given In Table 4. 
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Catalyst 


Monomer 


Reaction 


Colour 


Colour 


Molecular 




Sample 


Thne 


(b* value) 


(bh value) 


Weight 






(Minutes) 






(Mn) 


Sb oxide' 


A 


195 


6 


5.32 


19.330 


■n(OPr^), 


A 


110 


6.7 


5.37 


16.290 


Example 5 


A 


140 


3.39 


2.78 


11,480 


Examples 


A 


145 


3.34 


2.57 


14.130 


Sb oxide* 


B 


135 


0.71 


0.56 


19.550 


Ti(OfV), 


B 


115 


9.06 


6.67 


15.190 


Example 5 


B 


80 


5.93 


4.63 


12.770 


Examples 


B 


100 


4.05 


2.9 


15.420 


Example 10 


B 


100 


8.65 


6.30 


NA 


Example 13 


B 


95 


4.47 


3.56 


NA 



* Antimony oxide Catalyst Grade from SICA added at 250 ppm Sb. 
NA - not available. 



These results Indicate that the catalysts of the invention are active for the 
6 preparation of polyethylene terephthalate and are capable of producing polymer 
with lower yellowness values than conventional titanium-based catalysts. 
EXAMPLE ia 

It has been postulated that one mechanism causing discolouration when 
titanium catalysts are used to prepare polyethylene terephthalate is interaction of 
10 tile catalyst witti a thermal decomposition product of polyettrylene terephthalate. 
Catalysts of Examples 1 to 7 were assessed by mixing with one such 
decomposition product, diettiyldihydraxy terephtiialate (DEDHT) In toluene. The 
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Standard catalyst, titanium tetransopropoxide [TKOPOJ was used tor 
comparison and was added to 0.4 g DEDHT h 10 ml toluene. The catalysts of 
Examples 1 to 7 were added to DEDKT/toluene solution of a similar 
concentration in an amount sufficient to produce the same Ti concentration in 
5 the mixture and the colour of each of the mixtures was determined using a LICO 
200 spectrophotometer in 1 1 ml glass cuvettes. The results are given in Table 5. 



TABLE 5 



Catalyst 


Colour 
(Gardner units) 


None 


6 


Ti(OPr^)4 


11.9 


Example 1 


6 


Example 2 


8.5 


Example 3 


5.5 


Example 4 


5.5 


Examples 


5.5 


Example 6 


8.5 


Example 7 


7 
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CLAIMS 

1. An organometallic compound suitable for use as a catalyst for tfie 
preparation of an ester comprising the reaction product of an orthoester or 
condensed orthoester of titanium, zirconium or aluminium, an alcohol containing 

5 at least two hydroxyl groups, an organophosphoms compound containing at 
least one P-OI-I group and a base. 

2. An organometallic compound according to dalm 1 comprising the 
reaction product of an orthoester or condensed orthoester of titanium, zirconium 
or aluminium, an alcohol containing at least two hydroxyl groups, an 

10 organophosphorus compound containing at least one P-OH group, a base and a 
2-hydroxy carboxylic acid. 

3. An organometallic compound according to dalm 2 characterised in 
that the 2-hydroxy acid is lactic acid, citric acid, malic acid or tartaric add. 

4. An organometallic compound according to any one of the preceding 
15 daims characterised in that the orthoester has the formula M(OR)4 or Al(OR)3 

where M is titanium or zirconium and R is an alkyi group containing from 1 to 6 
cari3on atoms. 

5. An organometallic compound according to any one of claims 1 , 2 and 
3 characterised in that the condensed orthoester has a stmcture which can be 

20 represented by the fomnula, R^O[M(OR^)20I„R^ where M is titanium or zirconium, 
R^ is an alkyI group containing 1 to 6 carbon atoms and n Is less than 20. 

6. An organometallic compound according to any one of the preceding 
daims characterised in that the alcohol containing at least two hydroxyl groups 
is 1.2-ethanediol. 1,2-propanediol, 1,3-propanediol, 1,4-butanediol, 2-methyl- 

25 2.4-pentanedjol, diethylene glycol, polyethylene glycol, glycerol, trimethylol- 
propane orpentaerythritol. 
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7. An organometaliic compound according to any one of the preceding 
claims charactisrised in that the reaction product Is prepared kiy reading a 
dihydric alcohol with an orthoester or condensed orthoester in a ratio of from 1 to 
16 moles of dihydric alcohol to each mole of titanium, zirconium or aluminium. 
5 8. An organometaliic compound according to any one of the preceding 

claims characterised in that the organophosphorus compound is a phosphate, a 
pyrophosphate, a phosphonate. a phosphinate or a phosphite. 

9. An organometaliic compound according to any one of the preceding 
claims characterised in that the organophosphonis compound is a substituted or 

10 unsubstttuted alkyi phosphate, a substituted or unsubstituted aryl phosphate or a 
phosphate of an alkylaryl glycol ether or an alkyI glycol ether. 

10. An organometaliic compound according to any one of the preceding 
claims characterised in that the organophosphorus compound Is an alkyI 
phosphate in which the organic group contains up to 20 carbon atoms. 

15 11 . An organometallte compound according to any one of claims 1 to 9 

characterised in that the organophosphorus compound Is a phosphate of an 
alkylaryl glycol ether or an alkyI glycol ether having a cartoon chain length up to 
18 carbon atoms. 

12. An organometaliic compound according to any one of the preceding 
20 claims characterised in that the organophosphorus compound is present in an 

amount in the range 0.1 to 4.0 mole of phosphorus to 1 mole of titenium, 
zirconojm or aluminium. 

1 3. An organometaliic compound according to any one of the preceding 
claims characterised in that the base is present in an amount in the range 0.1 to 

25 4.0 mole of base to 1 mole of titenium. zirconium or aluminium. 
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14. An orpanometaOic compound according to any one of claims 2 to 1 3 
characterised in that the 24iydro}^ add is present in an amount in the range 0.5 
to 4 mole acid to 1 mole of titanium, zirconium or aluminiidn. 

1 5. A process for the preparation of an ester comprising carrying out an 
5 esterification reaction in the presence of a catalyst comprising the reaction 

product of an orthoester or condensed orthoester of titanlimi, zirconium or 
aluminium, an alcohol containing at least two hydroxyl groups, an 
organophosphorus compound containing at least one P-OH group and a base. 

16. A process according to claim 15 characterised in that the 
10 esterification reaction comprises reaction of an alcohol with stearic acid, 

isostearic add, capric add. caproic add, palmitic add, deic acid, palmitoleic 
add, triacontanoic add. t>enzoic acid, methyl benzoic add, salicylic add. a rosin 
acid, abiotic add, phthalic add, isophthalic acid, terephthallc acid, sebadc add. 
adipic acid, azelaic add, succinic acid, fumaric add, maleic add. naphthalene 
15 dicartx)xylic add, pamolc add. trimellltic add, citric add. trimesic acid or 
pyromeilitic acid. 

17. A process according to daim 15 characterised in that the 
esterification reaction comprises reaction of an alcohol with an anhydride of a 
dicarboxylic add or a tricarboxylic add, 

20 18. A process according to daim 15 characterised in that ttie 

esterification reaction comprises reaction of a methyl ester, an etttyl ester or a 
propyl ester of acrylic add or methacrylic add with an alcohol. 

19. A process according to daim 15 characterised in that the 
esterification reaction comprises reaction of two esters to produce two different 

25 esters by exchange of alkoxy groups. 



wo 99/28033 



25 



PCT/GB9S/03448 



20. A process according to daim 15 characterised in tliat ttie 
esteriflcation reaction comprises a polyesterificatlon comprising tlie reaction of 
terephthalic acid, dimethyl terephthalate or naphthalene dicartwxylic add with 
l^^thanedlol. lAbutanediol, 1,3i)ropanedid, 1,6-hexanediol, trtmethylol- 

5 propane or pentaerythritol. 

21 . A process according to any one of dainrw 1 5 to 1 9 characterised in 
that the catalyst is present in an amount in the range 30 to 1000 parts per million 
calculated as parts by weight titanium, zirconium or aluminium with respect to 
weight of product ester. 

10 22. A process according to daim 15 or 21 characterised in that the 

esteriflcation reaction is a potyesterificaiion and the catalyst is present In an 
amount In the range 6 to 500 parts per million calculated as parts by weight 
titanium, ^rconium or aluminium with respect to weight of product polyester. 
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